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AMENDMENT TO THE CLAIMS pgg j ^ E * 

This listing of claims will replace all prior versions, and listings, of claims in the 
application; 

1. (Currently amended) A fresh concrete comprising ^containing cement a and aggregate, water 
and an admixture, wherein the admixture comprises: admixtur e s with 

£§) a mixture of (h sodium sulfate, fifl sodium salt of lignosulfonic acid and 
(iirt sodium salts of polyro ethylene napthalenesulfonic acids of the general 
formula 




where n is 1 to 25: sup e iplasticizcr C 3 ? 
fb) an antijfoaming agent comprising a silicone emulsion; hydrophobing - a geafrand 

(c) a modified lignosulfonate Lignopan -B having the molecular weight of 10-50 kJi 

characterised by untifuarn as hydrophobing agent (139 - 2 8 2) 

(d) one or more compounds selected from the group consisting of aa d - fixing -saH 
and/or ammonium thiocyanat^ and/or sodium thiocvanate and and/or sodium 
sulfate^and 

(c) sodium carbonate having the following ratio of components (parts by mass): 



supcrplasucizor C 3 - — 0-4© 

the hydrophobing agent indiGato d 0,02 - 0,06 

the Lignopan B indicated — — 10 20 
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fixing salt ond/or ammonium thiocyonatc and/or sodiu m-and/pr 

sodium sulfate — 4 0 - 55 

sodium carbonate? — 

having a content of th e admbcturo of 0.6 - 1 .5 parts by mass of tho cem e nt mass . 

2. (Currently amended) The fresh concrete as claimed in claim 1, wherein the amount of each 
of the cement aggregate and water is within the following range charact e rized in that it 
contains tho compon e nts indicated in tho following ratio : 

cement 300-500 kg/rn 3 

aggregate 1 590-2030 kg/m 3 

water 105-200 kg/m 3 . 

3. Canceled Tho frosh concrete as cla i m e d in claim 1 or 2, characteriz e d in that it contains 
coarse and/or fine aggr e gate. 

4. Canceled Th e fr e sh concr e t e as claim e d in claim 3, characterized by grav e l and/or 
con s truction sand as coar se aggr e gat e . 

5. (Currently amended) The fresh concrete as claimed in claim U wherein the aggregate is a 
claim 3 or 4, charact e riz e d by coarse aggregate having a ef particle size 5 - 20 or 5-40 mm. 

6. (Currently amended) The fresh concrete as claimed in claim 1, wherein the aggregate is a 
fine aggregate any - oftc tak ng-3 to 5, characterized by sand having a particle the size of not 
more than 5 mmn 

7. (Currently amended) The fresh concrete as claimed in claim 6 m wherein the fresh concrete 
comprises one or more anv of claims 3 to 6, charact e rized by at l e ast on e compon e nt of th e 
following group as fine aggregate selected from the group consisting of [[:]] quartz sand, 
eruptive rock sand, metamorphic sand, expanded clay sand [[J] and iron slag sand. 
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8. (Currently amended) The fresh concrete as claimed in claim 5. wherein the fresh concrete 
comprises one or more any of claims 3 to 7, characterized bv at least one component o £4he 
following group aa coarse aggregate selected from the group consisting of 1 1 :]| eruptive 
rock gravel, metamorphic gravel, sedimentary rock gravel, iron slag gravel, crushed 
expanded clay and crushed expanded slag, 

9, (Currently amended) An admixture for fresh concrete , wherein the admixture comprises: 
compri s ing 

(a) a mixture of (ii sodium sulfate, (ii) sodium salt of lignosulfonic acid and 
(iii) sodium salts of polyethylene napthalenesulfonic acids of the general 
formula 




S0 3 Na 



where n is 1 to 25; superplasticizcr C - 3 and . 
£b) an antifoaming agent comprising a silicone emulsion: hvdrophobing ag e nt 

(c) a modified lignosulfonate L ignonan B having the molecular weight of 10-50 kJi 

O 

characterized by amifoam as hydrophobing agent (139 282) and 

(d) one or more compounds selected from the group consisting of fcaftghsak 
and/or ammonium thiocyanate^ and/or sodium thiocvanate and and/or sodium 
sulfatei and 

(e) sodium carbonate, having the following ratio of somponents (parte by m ass ): 
sup e rplastioizer 0-40 
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th e hydrophobing agent indicated — — 0,02 0,06 

tho Lignopan B indicat e d 10 - 20 

fixing salt and/or ammonium thiocy a nat e and/or sodium aad/ef 

sodium sulfate — 40 - 55 

sodium carb amate h-2 



10, (New) The fresh concrete according to claim 1, wherein sodium sulfate of the one or more 
compounds (d) comprises purified natural sodium sulfate. 

11. (New) The fresh concrete according to claim 1, wherein components comprising the 



admixture have the following ratio (parts by mass): 

(a) the mixture of (i), CO and (iii) 0-40 

(b) the antifoaming agent 0.02-0.06 

(c) the modified lignosulfon ate 10-20 

(d) the one or more compounds selected from the group consisting of 
ammonium thiocyanate, sodium thiocyanate and sodium sulfate 40-55 

(e) sodium carbonate 1-2, 



and, wherein the content of the admixture is 0.6-1 .5 parts by mass of the cement mass. 

12. (New) The fresh concrete according to claim 5, wherein the coarse aggregate is gravel 
and/or construct! on sand . 

13. (New) The fresh concrete according to claim 6, wherein the fine aggregate is sand. 

14. (New) The admixture according to claim 9, wherein sodium sulfate of the one or more 
compounds (d) comprises purified natural sodium sulfate. 
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15. (New) The admixture according to claim 9, wherein components comprising the admixture 
have the following ratio (parts by mass): 



(a) the mixture of (i), (ii) and (iii) 0-40 

(b) the antifoaming agent 0.02-0.06 

(c) the modified lignosulfonate 10-20 

(d) the one or more component selected from the group consisting of 
ammonium thiocyanate, sodium thiocyanate and sodium sulfate 40-55 

(e) sodium carbonate I -2. 
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